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SULPHUR IN STEEL, MUCK BAR, ETC.

800 c.c. beaker. For percentages of sulphur under 0.04 per cent
use 10 grams of drillings, dissolving the latter in 300 c.c. of con-
centrated nitric acid. Add the nitric acid a few c.c. at a time,

as the reaction is violent. When all acid is in the beaker, warm
the contents of same until action is over. Then add 2 grams
of sodium carbonate. Transfer the solution to a No. 6 dish
and evaporate on the sand or graphite bath to dryness. Dis-